IN THE CLAIMS 
Please amend the claims as follows: 

Claim 1 (Original): Conductive metal particles having a number average particle 
diameter of 5 to 100 ^m, a BET specific surface area of 0.01 x 10^ to 0.7 x 10^ m^/kg, a 
sulfur element content of at most 0.1% by mass, an oxygen element content of at most 0.5% 
by mass and a carbon element content of at most 0. 1% by mass. 

Claim 2 (Original): The conductive metal particles according to Claim 1, wherein the 
coefficient of variation of the particle diameter is at most 50%. 

Claim 3 (Original): The conductive metal particles according to Claim 1, wherein the 
saturation magnetization of the particles is at least 0.1 Wb/m^. 

Claim 4 (Original): Conductive composite metal particles obtained by coating the 
surfaces of the conductive metal particles according to Claim 1 with a high-conductive metal. 

Claim 5 (Original): The conductive composite metal particles according to Claim 4, 
wherein the thickness t of the coating layer of the high-conductive metal, which is calculated 
out in accordance with the following numerical expression, is at least 10 nm: 

t=[l/(Sw p)] X [N/(l-N)] 

wherein t is the thickness (nm) of the coating layer of the high-conductive metal, Sw 
is the BET specific surface area (m^/kg) of the conductive metal particles, p is a specific 
gravity (kg/m"^) of the high-conductive metal, and N is a ratio of a weight of the coating layer 
of the high-conductive metal to a weight of the conductive composite metal particles. 
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Claim 6 (Original): The conductive composite metal particles according to Claim 5, 
wherein the high-conductive metal is gold. 

Claim 7 (Original): The conductive composite metal particles according to Claim 5, 
wherein the content of the high-conductive metal in each surface layer portion of the 
conductive composite metal particles is at least 50% by mass. 

Claim 8 (Original): The conductive composite metal particles according to Claim 5, 
wherein the BET specific surface area of the conductive composite metal particles is 0.01 x 
10^ to 0.7 X lO^m^/kg. 

Claim 9 (Original): The conductive composite metal particles according to Claim 8, 
wherein the composite metal particles are obtained by coating the surfaces of the conductive 
metal particles whose saturation magnetization is at least 0.1 Wb/m^ with the high-conductive 
metal, and the electric resistance value R as measured in the following manner is at most 1 0 : 

Electric resistance value: 

A paste composition is prepared by kneading 0.6 g of the conductive composite metal 
particles with 0.8 g of liquid rubber, the paste composition is arranged between a pair of 
electrodes each having a diameter of 1 mm and arranged so as to be opposed to each other at 
a clearance of 0.5 mm, a magnetic field of 0.3 T is applied to this pair of electrodes, and the 
pair of electrodes are left to stand in this state until the electric resistance value between the 
pair of electrodes is stabilized, thereby measuring an electric resistance value at this time. 

Claims 10-15 (Canceled). 
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